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IN THE CLAIMS 

~~~ y y ^ 

Please cancel Claims 14, 15, and 22 without prejudice. 



Please amend Claims 1,3,4, 5, 21, 24, 25, 26, and 30 as follows in re-written "clean" 



format: 





3 



(Amended/Clean) A conductive thermoplastic composition comprising: 

aboik 20 to about 60 weight percent of a polyphenylene ether copolymer comprising 
about 75 to about 90 weight percent of 2,6-dimethyl-l 9 4-phenylene ether units and about 10 to 
about 25 weight rVcent of 2,3,6-trhnethyl-l,4-phenylene ether units; 

about 30 to abok 65 weight percent of a polyamide; 

about 1 to about 30 wWhtpercent of an impact modifier comprising a styrene-(ethylene- 
butylene)-styrene triblock copolymer and a styrene-(ethylene-propylene) diblock copolymer; and 

about 0.025 to about 40 weigfrupercent of an electrically conductive filler; 

wherein all weight percents are bastad on the total weight of the composition. 



3 , (Amended/Clean) composition of Claim 1 9 wherein the polyamide 
comprises poly(pentamethylene carbgs^flHpe), poly(hexamethylene adipamide), or a 
combination thereof. 



4. (Amended/Clean) Th£ 
comprises poly(pentamethylene carboximide) 



and 



of Claim 1, wherein the polyamide 
:>Iy(hexamethylene adipamide). 



V^^c^frip 



(Amended/Clean) The composition of Claim 1, wherein the polyamide 
prises^txmt 3 to about 17 weight percent of poly(pentamethylene carboximide) and 
about 32 to aboht 51 weight percent of poly(hexamethylene adipamide). based on the total 
weight of the compbdtion. 
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(Amended/Clean) A conductive composition comprising: 

N abou^O to about 45 weight percent of a polyphenylene ether copolymer comprising 

r — about 75 to aboHl 90 weight percent of 2,6-dimethyl-l,4-phenylene ether units and about 10 
to about 25 weighrpercent of 2,3,6-trimethyl-l > 4-phenylene ether units; 

about of 30 to 65sweight percent of a polyamide selected from the group consisting of 
poly{hexamethylene adipamide)., poly(pentamethylene carboximide), and mixtures thereof; 

about 5 to about 20 weight percent of an impact modifier comprising a styrene- 
(ethylene-butylene)-styrene triblocKsf opolymer and a styrene-(ethylene-propylene) diblock 
copolymer; 

about 0.5 to about 5 weight percent an electrically conductive filler selected from 
the group comprising a conductive carbon blac^yapor grown carbon fibers, and mixtures 
thereof; and 

about 0.1 to about 5 weight percent a compatibiifeing agent selected from the group 
consisting of citric acid, maleic acid, maleic anhydride, matic acid, fumaric acid, and 
combinations compri sing at least one of the foregoing compaflbilizing agents; 

wherein all weight percents are based on the total weight of the composition. 




■21 



^ (Amended/Clean) The composition of Claim^C comprising about 5 to about 
weight pesqent of the poly(pentamethylene carboximide) and about 25 to about 50 weight 
xamethylene adipamide). 




percent of the 
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(Amended/Clean) A conductive composition comprising; 

* abow32 to about 38 weight percent of a polyphenylene ether copolymer comprising 

about 75 to about 90 weight percent of 2 ) 6-dimetftyM ? 4-phenylene ether units and about 10 to 
about 25 weight peteent of 2 ? 3 > 6-trimethyl-l,4-phenylene ether units; 

about 35 to aboik40 weight percent of poly(hexamethylene adipamide).; 

about 8 to about 12 weight percent of poly(pentamethylene carboximide); 

about 5 to about 10 weigR^percent of a styrene-(ethylene-butadiene)-styrene triblock 
copolymer; 

about 5 to about 10 weight percent^f a styrene-(ethylene-propylene) diblock copolymer; 
about 1.0 to about 2.5 weight percent ora conductive carbon black; and 
about 0.3 to about 1.1 weight percent of citnk acid; 

wherein a] I weight percents are based on the tota^veight of the composition. 

(Amended/Clean) A conductive thermoplastic composition comprising the 
reaction p&duct of: 



about 20 tb^about 60 weight percent of a polyphenylene ether copolymer comprising 
about 75 to about 90 wts^ght percent of 2,6-dimethyl- 1 ,4-phenylene ether units and about 1 0 to 
about 25 weight percent orS^3 5 6-triiTiethyl-l,4-phenylene ether units; 



about 30 to about 65 weightpercent of a polyamide; 
about 0.1 to about 5 weight percfeirt of a compatibilmng agent;_and 
about 0.025 to about 40 weight percennsrfan electrically conductive filler; 
wherein all weight percents are based on the tch^l weight of the composition. 
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(Amended/Clean) A method for preparing a conductive thermoplastic 
compositi^L comprising: melt blending about 20 to about 60 weight percent of a ' 
polyphenylenc ©Qier copolymer comprising about 75 to about 90 weight percent of 
2,6-dim ethyl- l ? 4-ph>Qylene ether units and about 10 to about 25 weight percent of 2,3,6- 
trimetliyl-1 ,4-phenylene ^her units, about 30 to about 65 weight percent of a polyamide, 
about 5 to about 20 weight pCT^ent of an impact modifier comprising a styrene-(ethylene- 
butylene)-styrene triblock copolym^ and a styrene-(ethylene-propylene) diblock copolymer, 
and about 0-025 to about 40 weight perfi^pt of an electrically conductive filler, wherein all 
weight percents are based on the total weighfVf the composition. 
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